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AMENDMENTS TO THE CLAIMS: 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

1 . (Currently Amended) A cosmetic composition comprising, in a non-toxic 
phys i o l og i ca ll y acc e ptab lo medium, at loast ono compound which givoc th o cosm o tic 
composition a th e rma l profi le having a m o lting poak whor e in th o m i d h ei ght w i dth Lf i s 
l ess than or equal to 20°C, th o at least one compound having a thermal profile having a 
melting peak wherein the mid-height width Lf is less than or equal to 20°C, chosen from 
semi-crvst alline polymers having a melting point ranging from 35°C to 65°C. 

wherein said thermal profile is determined by heating an empty crucible and a 
crucible containing a sample of said composition and measuring the variation of the 
difference in power absorbed by the empty crucible and by the crucible containing the 
sample as a function of temperature; 

wh e re i n th o at l oast on o compound is choson from waxos and som i crysta l lin e 
po l ym e rs hav i ng a m o lting po i nt rang i ng from 35°C to 65°C; 

wh e rein th o at l east ono compound is present i n the composition in an amount 
rang i ng from 5% to 60% by we i ght, ro l at i vo to the tota l we i ght of th o compos i tion; 



wherein the cosmetic composition itself has a thermal profile having a melting 
peak wherei n the mid-height width Lf is less than or egual to 20°C, and is heat-stable. 

2. (Original) The cosmetic composition according to Claim 1, wherein the 
melting peak has a starting melting temperature To of greater than or equal to 1 0°C. 




and 
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3. (Original) The cosmetic composition according to Claim 2, wherein the 
starting melting temperature To is greater than or equal to 15°C. 

4. (Cancelled). 

5. (Original) The cosmetic composition according Claim 1 , wherein the melting 
peak has an end melting temperature Tf of less than or equal to 90°C. 

6. (Original) The cosmetic composition according Claim 5, wherein the end 
melting temperature Tf is less than or equal to 80°C. 

7. (Original) The cosmetic composition according Claim 6, wherein the end 
melting temperature Tf is less than or equal to 70°C. 

8. (Original) The cosmetic composition according to Claim 1 , wherein the 
melting peak has a melting point ranging from 20°C to 80°C. 

9. (Original) The cosmetic composition according to Claim 1 , wherein the mid- 
height width Lf is less than or equal to 10°C. 

10. (Original) The cosmetic composition according to Claim 1, wherein the 
melting peak has a temperature amplitude, AT, Tf - To, of less than or equal to 30°C. 

1 1 . (Original) The cosmetic composition according to Claim 1 , wherein the at 
least one compound has a thermal profile with a melting peak wherein the mid-height 
width Lf is less than or equal to 20°C. 

Claims 12-17 (Cancelled). 

18. (Currently Amended) The cosmetic composition according to Claim [[13]] 1, 
wherein the at least one compound is a semi-crystalline polymer chosen from 
copolymers resulting from the polymerization of at least one monomer comprising a 
crystallizable chain chosen from saturated Cm to C 24 alkyl (meth)acrylates, Cn to C15 
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perfluoroalkyl (meth)acrylates, C u to C 24 N-alkyl(meth)-acrylamides optionally 

comprising a fluorine atom, vinyl esters comprising C u to C 24 alkyl or perfluoroalkyl 

chains, vinyl ethers comprising C 14 to C 24 alkyl or perfluoroalkyl chains, C 14 to C 24 alpha- 

olefins, para-alkylstyrenes with an alkyl group comprising from 12 to 24 carbon atoms, 

with at least one optionally fluorinated Ci to C 10 monocarboxylic acid ester or amide of 

formula (II): 

H 2 C C C X R 

R, O 

(II) 

wherein 

Ri is chosen from hydrogen atoms and CH 3 groups, 
R is chosen from optionally fluorinated Ci-C 10 alkyl groups, and 
X is chosen from oxygen atoms, and NH and NR 2 groups wherein R 2 is chosen 
from optionally fluorinated Ci-C 10 alkyl groups. 
Claims 19-20 (Cancelled). 

21. (Original) The cosmetic composition according to Claim 1, further 
comprising an aqueous phase. 

Claims 22-23. (Cancelled). 

24. (Original) The cosmetic composition according to Claim 1, further 
comprising a film-forming polymer. 
Claims 25-27 (Cancelled). 

28. (Original) The cosmetic composition according to Claim 1, further 
comprising at least one dyestuff. 
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Claims 29-31 (Cancelled). 

32. (Currently Amended) A cosmetic composition comprising, in a 
phys i o l og i cally accoptablo non-toxic medium comprising a fatty phase , at least one 
Cia-C? ? alkvlacrvlate semi-crvstalline polvmer: 

wherein the cosmetic composition itself has wh i ch aiv o o th e cosm o tic 




less than or equal to 10°C, and wh e r e in th e cosmotic compos i tion is heat-stable. 
Claims 33-34 (Cancelled). 

35. (Withdrawn) A non-therapeutic cosmetic process for making up a keratin 
material, comprising applying to the keratin material a cosmetic composition comprising, 
in a physiologically acceptable medium, at least one compound which gives the 
cosmetic composition a thermal profile having a melting peak wherein the mid-height 
width Lf is less than or equal to 20°C, and wherein the composition is heat-stable, 
further wherein the cosmetic composition is brought to a temperature above or equal to 
its melting point, prior to, simultaneously with or subsequent to its application. 

Claims 36-39 (Cancelled). 

40. (Withdrawn) A process for coating keratin fibers in order to deposit a film on 
said keratin fibers, wherein the film is homogenous and/or has improved curling 
properties, said process comprising applying to the fibers a cosmetic composition 
comprising, in a physiologically acceptable medium, at least one compound which gives 
the cosmetic composition a thermal profile having a melting peak wherein the mid- 
height width Lf is less than or equal to 20°C, and wherein the cosmetic composition is 
heat stable. 




a thermal profile having a melting peak wherein the mid-height width Lf is 
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41. (New) A cosmetic composition comprising, in a non-toxic medium, at least 
one oil that is liquid at room temperature, and at least one C 22 alkylacrylate 
semi-crystalline polymer; 

wherein the cosmetic composition is heat-stable. 



